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IN THE CLAIMS : 

Claims I - 10. (canceled) 

Claim 11. (currently amended) A flams retardaat thermoplastic composition 
comprising 

an aromatic polycarbonate resin; 

a vinyl aromatic-nnsaturated nitrile-diene rubber graft copolymer; 
a vinyl aromatic-unsaturated nitrite rigid resin in an amount of from 1 to about 
2.5 weight percent based on the total weight of the composition; 
a phosphate; and 

a tetrafluoro ethylene polymer, wherein the diene rubber of the graft copolymer 
is present in an amount of 6 to 12 percent by weight based on the total weight of tire 
composition and ^hanse mpo c ation r e tains S0% or m&ro to 97% of the original Lzod impact 
strength aftor ono we efe-aga fi at 6 3 q C m od 10Q% relative humidity the aromatic polycarbonate 
resin comprises a moderate molecular weight aromatic polycarbonate resin having a number 
average ykolecular "weight between 2S..00O and SO.QOO and alow molecular weight aromatic 
polycarbonate resin having a number average molecular weight , between .2,000 and 21 .000 . 

Claim 12. (previously presented) The composition of Claim 1 1> wherein, the aromatic 
polycarbonate resin comprises a bisphenol A polycarbonate resin. 
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Claim 13. (previously presented) The composition of Claim U, wherein the a vinyl 
aromatic-tmsaturated nitrile-diene rubber graft copolymer is an acrylorutrile-butacnene- 
styrene graft copolymer having a rubber level of between 40 to SO percent by weight based on 
the total weight of the graft copolymer. 

Claim 14. (previously presented) The composition of Claim 1 \ } wherein the 
phosphate comprises an aromatic phosphate. 

Claim 15, (previously presented) The composition of Claim 11, wherein the vinyl 
aromatic- unsaturated nitrite rigid resin comprises a styrene-acrylonitrilc copolymer having a 
number average molecular weight of between 10,000 and 100,000. 

Claim 16. (canceled) 
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Claim 17. (currently amended) The composition of Clakn ±&l\ t wherein the moderate 
molecular weight aromatic polycarbonate resin is present at a level of from 60 to SO percent 
by weight based on the total weigh of the composition. 

Claim IS. (currently amended) The composition of Claim ^XX, wherein the low 
molecular weight aromatic polycarbonate resin is present at a level of from 2 to 1 5 percent by 
weight based on the total weigh of the composition. 

Claim 19. (currently amended) A flame retardant thermoplastic composition 
comprising 

an. aromatic polycarbonate resin; 

a vinyl arornatic-unsaturated nitrile-diene rubber graft copolymer; 
a vinyl aromatic-unsatarated nitriJe rigid resin; 
a phosphate; and 

a tetrafluoroethylene polymer, wherein, the, aromatic polycarbonate resin 
comprises a moderate molecuUr weight aromatic polycarbonate resin having a number 
average molecular weight between 25.000 and 80.000 and a low molecular weight aromatic 
polycarbonate resin having a mimber _ average molecular weight between 2,QQ0 arid 21 ,0OQ afe 

be& yoon 2;Q Q0 and 21 ,0 00 , the vinyl aromatic-unsaturated nitrile rigid resin lias a number 
average molecular weight from 10,000 to 100,000 e^aHeas t a portion of tfro aromatic 
polycarbona te r o sin hac ' a.nnrnb o r av e rage molecular we i ght of betweon 2,000 and 21 ,000 and 
the vinyl aromatic -^saturated nitri lei rigTd^ain 4 ta3 - <H & umber - ^;Voyage mol e cular w e ight & a«a 
10,0 00 to 100,000 and iurther wherein the diene rubber of the graft copolymer is present in 
an amount of 4 to 12 percent by weight based on the total, weight of the composition and 1 t he 
^mpoaitip T^Mr-et auis 80% - < £ rmQrp to ■gg% ^^' oripmal - IzQd irn ft act strength aftor-ono we e fe 
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Claim 20. (previously presented) The composition of Claim 19 ? wherein the aromatic 
polycarbonate resin comprises a bisphenol A polycarbonate resin. 

Claim 21 . (previously presented) The composition of Claim 19, wherein the a vinyl 
aromatiounsarurated nitrile-diene rubber graft copolymer is an acrylonitrile-butadiene- 
styrene graft copolymer having a rubber level of between 40 to 80 percent by weight based on 
the total weight of the graft copolymer. 

Claim 22. (previously presented) The composition of Claim 19, wherein the 
phosphate comprises an aromatic phosphate. 

Claim 23. (canceled) 
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